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Cross Reference To Related Applications 

[ 1] The present application claims the benefit of the filing dates of (1) U.S. provisional patent 
application serial no. 60/412,653, attorney docket no 25791.118, filed on 9/20/2002, the disclosure of 
which is incorporated herein by reference. 

[ 2] The present application is related to the following: (1) U.S. patent apphcation serial no. 

09/454,139, attorney docket no. 25791.03.02, filed on 12/3/1999, (2) U.S. patent application serial no. 

09/510,913, attorney docket no. 25791.7.02, filed on 2/23/2000, (3) U.S. patent application serial no. 

09/502,350, attorney docket no. 25791.8.02, filed on 2/10/2000, (4) U.S. patent no. 6,328,113, (5) U.S. 

patent application serial no. 09/523,460, attorney docket no. 25791.11.02, filed on 3/10/2000, (6) U.S. 

patent application serial no. 09/512,895, attorney docket no. 25791.12.02, filed on 2/24/2000, (7) U.S. 

patent application serial no. 09/51 1,941, attorney docket no. 25791.16.02, filed on 2/24/2000, (8) U.S. 

patent application serial no. 09/588,946, attorney docket no. 25791.17.02, filed on 6/7/2000, (9) U.S. 

patent application serial no. 09/559,122, attorney docket no. 25791 .23.02, filed on 4/26/2000, (10) PCT 

patent application serial no. PCT/USOO/18635, attorney docket no. 25791 .25.02, filed on 7/9/2000, (1 1) 

U.S. provisional patent application serial no. 60/162,671, attorney docket no. 25791.27, filed on 

1 1/1/1999, (12) U.S. provisional patent application serial no. 60/154,047, attorney docket no. 25791.29, 

filed on 9/16/1999, (13) U.S. provisional patent application serial no. 60/159,082, attorney docket no. 

25791.34, filed on 10/12/1999, (14) U.S. provisional patent application serial no. 60/159,039, attorney 

docket no. 25791.36, filed on 10/12/1999, (15) U.S. provisional patent ^plication serial no. 60/159,033, 

attorney docket no. 25791.37, filed on 10/12/1999, (16) U.S. provisional patent application serial no. 

60/212,359, attorney docket no. 25791.38, filed on 6/19/2000, (17) U.S. provisional patent application 

serial no. 60/165,228, attorney docket no. 25791.39, filed on 1 1/12/1999, (18) U.S. provisional patent 

application serial no. 60/22 1 ,443, attorney docket no. 25791 .45, filed on 7/28/2000, (19) U.S. provisional 

patent application serial no. 60/221,645, attorney docket no. 25791.46, filed on 7/28/2000, (20) U.S. 

provisional patent application serial no. 60/233,638, attorney docket no. 25791 .47, filed on 9/1 8/2000, (21) 

U.S. provisional patent application serial no. 60/237,334, attorney docket no. 25791.48, filed on 

10/2/2000, (22) U.S. provisional patent application serial no. 60/270,007, attorney docket no. 25791 .50, 

filed on 2/20/2001, (23) U.S. provisional patent application serial no. 60/262,434, attorney docket no. 

25791.51, filed on 1/17/2001, (24) U.S. provisional patent application serial no. 60/259,486, attorney 

docket no. 25791.52, filed on 1/3/2001, (25) U.S. provisional patent application serial no. 60/303,740, 

attorney docket no. 25791.61, filed on 7/6/2001, (26) U.S. provisional patent application serial no. 

60/313,453, attorney docket no. 25791.59, filed on 8/20/2001, (27) U.S. provisional patent application 

serial no. 60/317,985, attorney docket no. 25791.67, filed on 9/6/2001, (28) U.S. provisional patent 

application serial no. 60/33 18,386, attorney docket no. 25791 .67.02, filed on 9/10/2001, (29) U.S. utility 
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patent application serial no. 09/969,922, attomeydocketno.25791.69, filed on 1073/2001, (30) U.S. utility 
patent application serial no. 10/016,467, attorney docket no. 25791.70, filed on 12/10/2001, (31) U.S. 
provisional patent application serial no. 60/343,674. attorney docket no. 25791 .68, filed on 12/27/2001, 
(32) U.S. provisional patent application serial no. 60/346,309, attorney docket no 25791.92, filed on 
1/7/2002, (33) U.S. provisional patent application serial no- 60/372,048, attorney docket no. 25791.93, 
filed on 4/12/2002, (34) U.S. provisional patent application serial no. 60/380,147, attorney docket no. 
25791.104, filed on 5/6/2002, (35) U.S. provisional patent application serial no. 60/387,486, attorney 
docket no. 25791.107. filed on 6/10/2002, (36) U.S. provisional patwit application serial no. 60/387,961, 
attorney docket no. 25791.108, filed on 6/12/2002, (37) U.S. provisional patent application serial no. 
60/394,703, attorney docket no. 25791 .90, filed on 6/26/2002, (38) U.S. provisional patent application 
serial no. 60/397,284, attorney docket no. 25791.106, filed on 7/19/2002, (39) U.S. provisional patent 
application serial no. 60/398,061, attorney docket no. 25791.1 10, filed on 7/24/2002, (40)U.S. provisional 
patent application serial no, 60/405,610, attorney docket no. 25791.119, filed on 8/23/2002, (41) U.S. 
provisional patent application serial no. 60/405,394, attorney docket no, 25791.120, filed on 8/23/2002, 
(42) U.S. provisional patent appUcation serial no. 60/412,542, attorney docket no. 25791.102, filed on 
9/20/2002, (43) U.S. provisional patent application serial no. 60/412,487, attorney docket no. 25791 .1 12, 
filed on 9/20/2002. (44) U.S. provisional patent application serial no. 60/412,488, attorney docket no. 
25791.114, filed on 9/20/2002, (45) U.S. provisional patent application serial no. 60/412,177, attorney 
docketno. 25791.1 17, filed on 9/20/2002, (46) U.S. provisional patent ^plication serial no. 60/412,653, 
attorney docket no. 25791.1 18, filed on 9/20/2002, (47) U.S. provisional patent application serial no. 
60/412,544, attorney docket no. 25791 .121, filed on 9/20/2002, (48) U.S. provisional patent application 
smal no. 60/412,196, attorney docket no. 25791.127, filed on 9/20/2002, (49) U.S. provisional patent 
application serial no. 60/412,187, attorney docket no. 25791.128, filed on 9/20/2002, and (50) U.S. 
provisional patent application serial no. 60/412,371, attorney docketno. 25791 . 129, filed on 9/20/2002, the 
disclosures of which are incorporated herein by reference. 

Background of the Invention 
[ 3] The present invention relates generally to ttibular steel well casing and more particularly to an 
expansion mandrel which reduces stress during expansion of the casing. 

[ 4] Solid tubular casing of substantial length is used as a borehole liner in downhole drilling. The 
casing is comprised of end-to-end interconnected segments of steel tubing to protect against possible 
collapse of the borehole and to optimize well flow. The ttibing often reaches substantial depths and 
endures substantial pressures. 

[5] It is present practice to expand die steel tubing downhole by using a mandrel. This is a cold- 
working process which presents substantial mechanical challenges. This technology is known as solid 
expandable ttibular (SET) technology. This cold-working process deforms the steel widiout any additional 
heat beyond what is present in the downhole ravironment. 
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[6\ It is present practice to expand the steel tubing downhole by using a mandrel. This is a cold- 
working process which presents substantial mechanical challenges. This technology is known as solid 
expandable tubular (SET) technology. This cold-working process deforms the steel without any additional 
heat beyond what is present in the downhole ^vironment 

[7] An expansion cone, or mandrel, is used to permanently mechanically deform the pipe. The cone is 
moved through the tubing by a differential hydraulic pressure across the cone itself, and/or by a direct 
mechanical pull or push force. The difTerential pressure is pumped through an inner-string connected to 
the cone, and the mechanical force is applied by either raising or lowering the inner string. 
[ 8] Progress of the cone through the tubing deforms the steel beyond its elastic limit into the plastic 
region, while keeping stresses below ultimate yield. Expansions greater than 20%, based on pipe ED, have 
been accomplished. However, most applications using 41/4-13 3/8 inch tubing have required expansions 
less Aan 20%. The ID of the pipe expands to the same ID of the expansion mandrel, which is a function of 
expansion- mandrel OD. Contact between cylindrical mandrel and pipe ID during ^pansion leads to 
significant forces due to friction. It would be beneficial to provide method for testing tubular members for 
suitability for the expansion process. It would also be beneficial to provide a method for selecting tubing 
or tubular members well suited for expansion. 



[9] According to one aspect of the present invention, a method of testing a tubular member for 
suitability for expansion is provided using an expandability coefficient determined pursuant to a stress- 
strain test of a tubular member using axial loading. 

[ 10] According to another aspect of the present invention, a tubular member is selected for suitability 
for expansion on a basis comprising use of an expandability coefficient determined pursuant to a stress- 
strain test of a tubular member using axial loading. 

[11] According to another aspect of the present invention, a method of testing a tubular member for 
suitability for expansion is provided using an expandability coefficient determined pursuant to a stress- 
strain test using axial loading comprising calculation of plastic strain ratio for obtaining the expansion 
coefficient pursuant to test results and using the formula: 



Snmmary Of The Invention 




Equation 1 



where, 

/- «cpandability coefficient 

bo & bk - initial and fmal tube area (inch^2) 

Lo & Lk - initial and fmal tube length (inch) 
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b = (D^2-<i^2y4 - cross section tube area. 

[ 12] According to another aspect of the present invention, a tubular member is selected for suitability 
for expansion on a basis comprising use of an ejqiandability coefficient determined pursuant to a stress- 
strain test using axial loading comprising calculation of plastic strain ratio for obtaining the expansion 
coefficient pursuant to test results and using the formula: 



In — ^ 



In 



o o 



where, 

/ - e3q)andability coefficient 
bo & bk - initial and final tube area (inch'^2) 
Lo & Lk - initial and final tube length (inch) 
b = (D'^2-d'^2)/4 - cross section tube area. 

[ 13] According to another aspect of the present invention, a tubular monbCT is selected for suitability for 
expansion on a basis comprising use of an expandability coefficient determined pursuant to a stress-strain 
test using axial loading and one or more physical properties of Ae tubular member selected from stress- 
strain properties in one or more directional orientations of the material, Chaipy V-notch impact value in one 
or more directional orientations of Ae material, stress rupture burst strength, stress mpture collapse 
strength, strain-hardening exponent(n-value), hardness and yield strength. 

Brief Description of the Drawings 
[ 14] Fig. 1 depicts in a schematic fiagmentaiy cross-sectional view along a plane along and through the 
central axis of a tubular member that is tested to failure with axial opposed forces. 
[ 1 5] Fig. 2 is a stress-strain curve representing values for stress and strain that may be plotted for solid 
specimen sample. 

[ 16] Fig. 3. is a schematically depiction of a stress stmin curve representing values from a test on a 
tubular member according to an illustrative sample of one aspect of the invention. 

Detailed Description of the Illustrative Embodiments 
[ 17] One of the problems of the pipe material selection for expandable tubular application is an 
apparent contradiction or inconsistency between strength and elongation. To increase burst and collapse 
strength, material with higher yield strength is used. The higher yield strength geneiully corresponds to a 
decrease in the fracture toughness and correspondingly limits the extent of achievable expansion. 
[18] It is desirable to select the steel material for the tubing by balancing steel strength with amount 
absorbed energy measure by Chaipy testing. Generally these tests are done on samples cut from tubular 
members. It has been found to be beneficial to cut directional samples both longitudinally oriented 
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(aligned with the axis) and circumferentially oriented (generally perpendicular to tiae axis). This method of 
selecting samples is beneficial when both directional orientations are used yet does not completely evaluate 
possible and characteristic anisotropy throughout a tubular member. Moreover, for small diameter tubing 
samples representative of the circumferential direction may be difficult and sometimes impossible to obtain 
because of tiie significant curvature of the tubing. 

[19] To further facilitate evaluation of a tubular member for suitability for expansion it has been found 
beneficial according to one aspect of the invention to consider the plastic stram ratio. One such ratio is 
called a Lankford value (or r-value) which is the ratio of the strains occurring in the width and thickness 
directions measured in a single tension test The plastic stram ratio (r or Lankford - value) vnAi a value of 
greater than 1.0 is found to be more resistant to thinning and better suited to tubular expansion. Such a 
Lankford value is found to be a measure of plastic anisotropy. The Lankford value (r) may be calculate by 
the Equation 2 below: 



l„ Equation 2 



0 o 

where, 

r - normal anisotropy coefficient 
bo & bk - initial and final width 
Lo & Lk - initial and final length 

[ 20] However, it is time consuming and labor intensive for this parameterto be measured using samples 
cut from real parts such as from the tubular members. The tubular members will have anisotropic 
characteristics due to crystallographic or "grain ** orientation and mechanically induced differmces such as 
impurities, inclusions, and voids, requiring multiple samples for reliably complete information. Moreover, 
with individual samples, only local characteristics are determined and the complete anisotropy of the 
tubular member may not be determinable. Further some of the tubular members have small diameters so 
that cutting samples oriented in a circumferential direction is not always possible. Information regarding 
the characteristics in the circumferential direction has been found to be important because the plastic 
deformation during expansion of the tubular members occurs to a very large extent in the circumferential 
direction, 

[21] One aspect of the present invention comprises the development of a solution for anisotropy 
evaluation, including a kind of plastic strain ratio similar to the Lankford parameter that is measured using 
real tubular members subjected to axial loading. 

[ 22] Fig. 1 depicts in a schematic fragmentary cross-sectional view along a plane along and through the 
axis 12 of a tubular member 10 that is tested with axial opposed forces 14 and IS. The tubular member 10 
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is axially stretched beyond the elastic limit, through yielding and to ultimate yield or fracture. 
Measurements of the force and the OD and ID during the process produce test data that can be used in the 
formula below to produce an expandability coefBcient '/"as set forth in Equation 1 above. Alternatively a 
coefficient called a formability anisotropy coefBcient F(r) that is function of the normal anisotropy 
Lankford coefficient r may be detennined as in Equation 3 below: 



F(r) - formability anisotropy coefficient 
bo & bk - initial and final tube area (inch^2) 
Lo & Lk - initial and final tube length (inch) 
b = (D'^2-d^2)/4- cross section tube area. 

[ 23] In either circumstance / or F(r) the use of this testing method for an entire tubular member 
provides useful information including anisotropic characteristics or anisotropy of the tubular member for 
selecting or producing beneficial tubular members for down hole expansion, similar to the use of Ae 
Lankfonl value for a sheet material. 

[ 24] Just as values for stress and strain may be plotted for solid specimen samples, as 

schematically depicted in Fig 2, the values for conducting atest on the tubular member may also be plotted, 
as depicted in Fig 3 . On this basis the eiqjansion coefi5cient/(or tiie fonnability coefiFicient F(r)) may be 
determined. It will be the best to measure distribution (Tensile-elongation) in longitudinal and 
circumferential directions simultaneously. 

[ 25] The foregoing expandability coefBcient (or formability coefficient) is found to be useful in 
predicting good expansion results and may be further useful when used in combination with one or more 
other properties of a tubular member selected from stress-strain properties in one or more directional 
orientations of the material, strength & elongation, Charpy V-notch impact value in one or more directional 
orientations of the material, stress burst rupture, stress collapse rupture, yield strength, ductility, toughness, 
and strain-hardening exponent (n - valueX and hardness. 

[ 26] Although illustrative embodiments of the invention have been shown and described, a wide 
range of modification, changes and substitution is contemplated in the foregoing disclosure. In some 
instances, some features of the present invention may be employed without a corresponding use of the 
other features. Accordingly, it is appropriate that the appended claims be construed broadly and in a 
manner consistent with the scope of the invention. 




Equation 3 
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Claims 

What is claimed is: - 

1 . A method of testing a tubular member for suitability for expansion is provided comprising the 
steps of subjecting at least a portion of the tubular member to axial loading, stretching at least a portion of 
the tubular member through the elastic deformation, plastic yield and to ultimate yield, and calculating an 
expandability coefficient / 

2 A mediod of testing a tubular member for suitability for expansion as in claim 1 wherein the step 
of subjecting the at least a portion of the tubular member to axial loading comprises subjectmg the entire 
tubular member to axial loading. 

3 . A method of testing tubular members for suitability for expansion wherein the step of calculating 
an expandability coefficient comprises calculating the expandability coefiBcient using the following 
formula (Equation 1): 



In— 2- 



I^ ^A Equation 1 



O 0 



where, 

/' expandability coefRcient 
bo & bk - initial and fmal tube area (inch^2) 
Lo & Lk - initial and final tube length (inch) 
b = (D^2-d^2y4 - cross section tube area. 

4. A method of selecting tubular members for suitability for expansion is provided comprising the 
steps of subjecting at least a portion of a representative sample of tubular members to axial loading, 
stretching at least a portion of the tubular member tlirough the elastic deformation, plastic yield and to 
ultimate yield, and calculating an expandability coefficient / and choosing such tubular members for which 
the sample provided a desirable coefficient of expandability above a value of 1 . 

5 . A method of selecting tubular members for suitability for expansion as in claim 1 wherein the step 
of subjecting the at least a portion of the tubular member to axial loading comprises subjecting at least one 
entire tubular member to axial loading. 

6. A method of selecting tubular members for suitability for expansion wherein the step of 
calculating an expandability coefficient comprises calculating tfie expandability coefficient using the 
following formula (Equation 1): 
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f 




Equation 1 



where, 

/ - expandability coefficient 
bo & bk - initial and final tube area (inch^2) 
Lo & IJc - initial and final tube length (inch) 
b = (D^2-d^2)/4 - cross section tube area. 

7. According to another aspect of the present invention, a tubular member is selected for suitability 
for expansion on a basis comprising use of an expandability coefficient determined pursuant to a stress- 
strain test using axial loading in combination with one or more physical jiroperties of the tubular member 
selected from a group of properties comprising stress-strain properties in one or more directional 
orientations o5Fthe material, Charpy V-notch impact value in one or mofe directional orientations of the 
material, stress rupture burst strength, stress rupture collapse strengdi, iyield strength, strain-hardening 
exponent (n-value), and hardness. 
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Fig. 3 
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